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AMENIDMENTS TO THE CLAIMS 



Please rewrite Claims 1-2, 5-9 and 1 1-14 as follows : 

1. (curreBtly amended) A method of preparing an asphalt emulsion composition 
compripeG comprising pr e paring 

providing an asphall/nolvmer compositioi. said asphalt/uolvmer composition 
comprising a n asphalt and a substantially water-frc«? polymer, 

gmulsiMng said asnhalt/polvmer cgfmposition with water to form a n aqueous 
emuteion of an ogphalt/polymor compooition c omprising a mixture of said asphalt and 
between about 1% and about 10% eaobBtantially witor froo of said ^s j f q a ife e tio polymer, by 
weight, and 

mixiog $aid aqueous ^nulsion with rubbei* particles^ at least a portion of which 
pass a #10 U.S. scries sieve, in a gynthetio polymenrubber particles ratio of between 
about 1:2 $nd about 1:20, by weight, at ambimt temperature to form said asphalt 
emulsion composition. 

2. (currently amended) A The method of C aim 1 including comprising mixing a 
rheological agent with said polym e r/aaphalt aqueous enulsion and said mbber particles to 
prepare said asphalt emulsion composition. 

3. (original) A method of preparing an «5phalt emulsion paving composition 
comprising mixing aggregate with the asphalt emulsiai composition prepared according to 



4. (original) A method of preparing an asphalt emulsion paving composition 
comprising mixing aggregate with the asphalt emulsioi composition prepared according to 
Qaim 2. 

5. (currently amended) A method of Claim 1, wherein said asphalt/polymer 
composition is prepared by melting said polymer in said ai 5>halt. 

6. (currently amended) A The method of Claim 1 wherein said asphalt/polymer 
composition is prepared by polymerizing at least a portion of said polymer in said asphalt. 



Claim 1. 
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7. (currently ameaided) A JM method gf Cla jn 4 wherein said aggregate is mixed 
with said asphalt emulsion conqjosition at ambient tempers ture. 

8. (currently amended) A Ths method of Claim ^ 7 wherein said polymor/aophalt 
asphalt/polvmer composition is prepJtred by melting said polymer in said asphalt 

9. (currently amended) A The method of Claim 1, wherein the ratio of DT r Tithotic 
polymer:mbber particles ratio is bebiveen about 1:2 and ab<put 1:10, by weight. 

10. (original) A composiiion prepared accordiTig to Claim L 

11. (currently amended) A paving composiion prepared according to Claim 7 
wherein the Kdio of poljmeraubber particles ratio is b<!tween about 1:3 and about 1:10, by 
weight 

12. (cunently amended) A The paving compctsition of Claim 11 wherein at least a 
portion of said rubber particles pass a #20 U,S, series megt: sieve. 

13. (currently amexided) A The composition cf Claim 10 wherein said polymer is a 
styrene-butadiene copolymer* 

14. (currently amended) A IM tnefhod of Claim 1 farther comprising mixing said 
aqueous emulsion with a solids mix composition comprising said rubber particles and one or 
more additives selected from the group consisting of rhe<»logicaI agent, gilsonite, surGace active 
clay, carbon black, grapliite, water and polymer fibers at ambient temperature to form said 
asphalt emulsion composition. 
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